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PROCESSES              Join the ring of the coiled unit to the soldered

Joining                  oval ring with the open oval ring.

the                         Close the ring to make an even joint.

Unit                       Continue until all the rings and units have been

and                        joined,

Links

to form

the

Chain

Soldering               Place the ring joint on the iron binding wire

hook as shown in Fig. 12,
Solder the joint,

Solder the joints of all the rings in the same
manner.

Cleaning                Clean in pickle.

p. 70                     Remove excess solder or scratches with a file or

scotch stone,

Polishing                Buff with a felt and bristle buffing wheel and

p. 71                      tripoli.

Polish with a cloth buffing wheel and rouge,

Coloring                 Color with potassium sulphide solution,

p. 72                     Remove any excess color with whiting,

Polish with a cloth or chamois buffing wheel.